122                   JEWELRY & ENAMELING

PROCESSES             Place the dapping punch in the center of the

disk.

Strike the dapping punch with the liammer to
force the metal into the hollow.  Deeper domes
may be made by doming in successive smaller
hollows.   The metal may have to be annealed
several times if the domes are to be hammered
to any great depth.
File the base of the disk even.
Smooth with emery cloth.

BALLS

Fine silver wire

Table vise or jeweler's hand vise
Working               Round mandrel

Materials               Jeweler's shears

Powdered borax

Gas and air blow torch

Charcoal block

Steel tweezers

Filing
p. 25

Tools

Coiling

p. 108

Cutting

the

Rings

Melting

the

Rings

into

Balls

Coil the wire around the mandrel.

Cut the coil into rings.

Make a thick flux of borax.

Dip the ring in the flux.

Place the ring on the charcoal block.

Direct onto the ring the part of the flame just

above the blue cone.

Melt the ring into a ball.

Repeat.   Use the same method in melting the

Other rings.